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[54] An electrochemical semi-system to be used in galvanic high-temperature fuel 
elements 

An electrochemical semi-system (electrode), to be used in galvanic, high 
temperature fuel elements is depicted and described, which contains a molten 
electrolyte and which is intended to render an indirect galvanic combustion of 
solid carbon possible. 

The semi-system comprises a molten metallic mass (2), tin, for example, which 
stands in contact with the electrolyte (3), for example, an equimolecular mixture 
of Na 2 03, UCO3, S1O2 into which metallic ions make the transition from the 
molten metallic mass when an electric current flows. Solid carbon is introduced to 
the electrolyte [at 8] as a primary fuel in such a quantity that when a current 
flows, the quantities and concentrations of the substances that participate in the 
reaction, which determines the potential and delivers the current, remain 
unchanged by virtue of a fuel conversion step. 

DE 4004220 CI (German) FEDERAL PRINTING OFFICE 02.91 108 1 16067 



WGS FILE NO. T0457/700JWO 
CRIMSON JOB NO. 6754 

2 

Specification 

The invention relates to an electrochemical semi-system (electrode) to be used in 
galvanic high temperature fuel elements, in which carbon is introduced to an electrolyte 
consisting of a molten carbonate mass and burned by galvanic means. Such a semi- 
system (electrode) serves the purpose, in combination with a suitable semi-system of the 
opposite polarity sign (opposite electrode), of converting the chemical energy of the 
combustion reaction C + 0 2 CO2 directly into electrical energy. 

The idea of burning carbon and compounds containing carbon by galvanic means 
appeared as long ago as the turn of the [last] century. Thus, for example - as is known 
from the German patent DE-PS 92 327 and the Swiss patent CH-PS 78 591, high- 
temperature fuel cells were described, in which one of the electrodes consists of solid 
carbon that is connected to a metal electrode that is bathed in oxygen, and burned by 
galvanic means. These elements, which are very advantageous from the standpoint of 
energy utilization, exhibit two grave disadvantages, which constitute definite obstacles to 
their realization on the technical scale: 

1 . Carbon, in compact form, has a reactive surface that is too small and can 
provide but little current. 

2. Carbon in dispersed form, is not well-suited as a material for electrodes due to 
its poor conductivity, or lack of conductivity 

On the other hand - as is known from the patents CH-PS 78 591 and DE-PS 5 70 
600, systems were proposed in which gases, such as CO or CH4 are used, which, in a 
topped step, are recovered from carbon or from material containing carbon. It is true, 
however, that these elements exhibit a utilization of the carbon's primary energy that is 
too slight. In the case of the system that is described in the German patent DE-PS 5 70 
600, which served as the point of departure in framing the over-arching claim, provision 
is made for the use of a molten carbonate mass, which is contained within a diaphragm 
container that is bathed in carbon gas, as the electrolyte. 

It is the underlying task of the invention to create a semi-system that unites the 
high degree of utilization of the fuel elements that work with solid carbon with a good 
ability to bear the load of a current. 

• • 

For the purpose of resolving this task, provision is made, according to the 
invention, so 

■ 

> 

-that a molten metallic mass is used as a»secondary fuel, whose metal, at the 
operating temperature, exhibits, in comparison to the carbon or carbon monoxide, 
a definitely smaller affinity (free reaction enthalpy) when compared with oxygen 

—that the molten metallic mass and the molten carbonate mass are contained 
within a crucible that can be heated and are in durect contact with one another, 
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—that the molten metallic mass is connected to a shunting electrode, 

-that when current is flowing, metal from the molten metallic mass is 
transformed, in ionic form, into the molten carbonate mass, such that the 
transition from metal/metallic ion represents the step that determines the potential 
and provides the current, 

* 

-and that solid carbon is added to the molten carbonate as the primary fuel, in 
such a quantity that when current flows, the quantities and concentrations of the 
substances that participate in the reaction that provides the potential and the 
current remain unchanged by means of a fuel conversion step, in that the quantity 
of the elemental metal that is consumed when the current flows is reconstituted, as 
a consequence of the transition of metal/metallic ions by means of an opposite 
transition of metallic ions to metal, due to the chemical reduction of the metallic 
ions in the molten mass as a result of the carbon that is added. 

In the case of the invention, a molten metal, Me^ which is in contact with 
a molten medium (electrolytic phase) and forms, with the ions, Me 1 * that are 
dissolved within it, the portion of the semi-system that determines the potential 
and provides the current, 

4-Me ( D^4-Me fl+ + 4-ne ++ ,(l) 

is steadily reconstituted in a topped conversion step by means of the chemical 
reduction of the aforementioned metallic ions by means of the carbon (primary 
fuel), which is introduced from the outside 

n-C + 4-Me n+ ->n-C 4+ + 4-Me ( i ) ,(2) 

so that it no longer occurs in the corresponding gross reaction [(1) +(2)] 
n-C->n-C 4+ + 4-ne-(3) 

Thus, in the case of the invention, the total quantity of the liquid metal (the 
secondary fuel) remains unchanged, even when current is flowing. 

The criteria for selecting the metal as a secondary fuel according to the 
invention are as follows: 

1 . At the working temperature, the metal is present in the liquid state. 

2. At the indicated working temperature, the thermodynamic affinity 
(free reaction enthalpy) of the metal to the oxygen is clearly beneath 
that of the carbon and the carbon monoxide. 

3. The elemental metal is, under the given working conditions, 
electrochemically active, and with the inherent ions that are present in 



WOS FILE NO. T0457/7003 WO 
CRIMSON JOB NO. 6754 

4 

the electrolytic phase, it forms a galvanic potential (electro-motor 
power) that can be defined and reproduced. 

According to the invention, preferably, molten carbonate masses that 
exhibit a melting point that is as low as possible and metallic ions of the metal 
that is designated as the secondary fuel, in bxidic form, are well suited as the . 
electrolyte, [such] as binary or tertiary mixtures, with or without additives. -In 
particular, the electrolyte can consist of an equimolecular mixture of sodium 
carbonate, lithium carbonate, and tin oxide. 

» 

A preferred application of the semi-system according to the invention can 
be realized by coupling with an oxygen (air) electrode of the known type, whose 
reaction, which determines the potential, is as follows: 

n ■ Oi+4 • n ■ c 2 • n • O 2 ■ (4) 

Giving due consideration to the secondary reaction in the molten mass, 
n-C* + 2-n-0 2 *-»n-CQ2(5), 

i 

i 

the result of (3), (4), and (5) is the gross reaction of the total system (fuel element, 
fuel cell), 

« 

■ ■. 

nC + n02->nC02-(6), 

thus, the combustion reaction of the carbon or the cellular reaction of the 
"classical fuel element," which has not since been realized on the technical scale,, 
namely a solid carbon/molten mass/oxygen (air) electrode. 

In what follows, the invention will be elucidated in greater detail, by 
means of the drawing, in which: 

Fig. 1 shows a schematic representation of a fuel cell that employs a semi- 
system embodied according to the invention. 

Fig. 2 shows a diagram pertaining to the temperature dependency of the 
free enthalpy of various reactions, expressed here as voltage V at the fuel cell, and 

Fig. 3 shows an embodiment form of a semi-system according to the 
. invention, as an object. » 

Fig. 1 shows a fuel cell in which one of the semi-systems (electrodes) 
according to the invention is embodied as a fuel conversion element. The cell 
contains a regenerating circuit in which the metal, when changes into ions, Me 2 * 
when current flows into the molten salt mass, is continually reconstituted as a 
result of the carbon C that is introduced. * 



5 



WGS FILE NO. T0457H003WO 
CRIMSON JOB NO. 6754 



A preferred embodiment of the semi-system according to the invention 
works with molten tin (Sn) as a secondary fuel at a working temperature of 900*C 
and with an equi-molar mixture of Na^COj, U2CO3 and SnCh as the electrolyte 
(molten mass). As can be seen from the diagram in Fig. 2, at temperatures above 
about 600 # C, the aforementioned thermodynamic conditions are met in full: the 
free enthalpy of the reaction C + O2 ■ -> CO2 (represented here as cellular tension), 
at 900*C, is some 10% higher than that of the reaction Sn + Q2 -> Sn02 and the 
free enthalpy of the reactions CO +1/2 O2 ■> | CO2 and H 2 + Vi O2 H 2 0, at 
900*C, is also still clearly higher than that of the reaction Sn + 0 2 ■> SnO*. 

Fig, 3 shows an embodiment example of an electrochemical system in 
which one of the semi-systems is embodied according to the invention. The 
molten metal 2 is found at the bottom of a crucible 1 made of AI2O3 (corundum), 
which is heated from the outside, and above that, the molten mass 3 of the 
composition mentioned above. With the aid of a current charge eliminator 5 made 
of platinum, which is separated from the molten'mass by the walls of a small tube 
4, made of AI2O3, the metal can be connected electrically. Argon 7, as an inert 
gas, is conducted into the crucible through a separate small tube 6, so that the hot 
molten mass remains separated from the surrounding environment Finely ground 
carbon 8 (anthracite or graphite) is continually introduced through a funnel- 
shaped device 10, at a rate that is appropriate to the flow of the current. 

* ■ 

The opposite electrode, which is made of platinum, 9, does not count here 
as part of the invention; it serves the purpose of demonstrating the capacity of the 
semi-system to supply the electric current. Depending upon the voltage that is 
applied (difference of potential) between the current eliminators 5 and 9, such that 
a positive voltage is applied to 5, a current density of up to ca. 1 A/cm 2 relative to 
the surface of the boundary between the phases of tin and molten carbonate mass 
flows through the cell. Assuming adequate introduction of carbon, the level of 
metal, even after protracted exposure, exhibits no measurable change. Given the 
aforementioned current density, the difference in voltage between the electrical 
conductors 5 and 9 lies at 0.92-0.93 V at low exposures, i.e. ca. 0.001 A/cm 2 at 
0.90 V. 

An important advantage of the fuel element that employs the semi-system 
(electrode) according to the invention and an oxygen (air) electrode of the known 
type, resides in the high degree of thermodynamic effectiveness, which must be 
defined, in the present case, as the ratio between the free reaction enthalpy AGj of 
the reaction that provides the current, ancUhe reaction heat W of the combustion 
of the carbon C + O2 4 C0 2 : 

YthrAG/W.(7) 
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In the case of the "classic fuel element/ 9 that is, a solid carbon/molten 
mass/oxygen (air) electrode, the combustion reaction C + 0 2 -> CO2 is, at the 
same time, also the step that provides the current, and thus 

♦ 

AGi=AO v ,(8)< 

< • « • 

suchthat AG V « W-T • AS V « W-T • (d AOv/dT), (9) 

where AS V signifies the increase of entropy or the temperature coefficient, 
respectively, of the reaction enthalpy. Because the free reaction enthalpy of the 
combustion of the carbon or rather, the electromotoric force V that is proportional 
to it is hardly temperature-dependent - as can be clearly recognized in Fig. 2, the 
thermodynamic degree of effectiveness very nearly approaches the ideal value of 
I = (100%). 

In the case of the embodiment example, it holds true that 
AGj = AG V - AG r , (10) 

where AGi signifies the free reaction enthalpy of the reaction that provides the 
current 

Sn^ + Qj-H-SnO^Ol) 

and AG r signifies that of the metal reduction by means of the carbon, which 
subsequently occurs 

C + SnCb ++ Sn(i)+ C0 2 (12). 

The maximum energy that can be used to generate current is diminished here 
relative to the ideal case by the amount of the free enthalpy of the topped reaction 
(12). According to Fig. 2, AG is - 0.9 • AG r , which yields a value for the degree 
of thermodynamic effectiveness of ca. 0.9 (90% of the primary energy). By 
comparison, the degree of thermodynamic effectiveness of the heating machines 
for the purpose of generating the current (after Carnot) is only about 0.6 (60%). 

An important advancement of the fuel cell element that employs the semi- 
system (electrode) according to the invention consists of the great ability to 
tolerate current loads, which must be regarded as a fundamental prerequisite for 
using the fuel elements in a linkage of batteries. 
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Patent Claims 

1. An electro-chemical semi-system (electrode) to be used in galvanic high- 
temperature fuel elements, in which carbon is added to an electrolyte comprised 
of molten carbonate mass and burned by galvanic means, characterized by the 
fact 

-that a metal, which is fluid at the operating temperature and which 
exhibits a distinctly lesser affinity (free reaction enthalpy) in comparison 
to carbon or carbon monoxide, is used as a secondary fuel, 

-that the molten metallic mass and the molten carbonate mass are placed in 
a crucible that can be heated and are in direct contact with each other, 

-that the molten metallic mass is connected to a shunting electrode, 

-that when the current flows, metal from the molten metallic mass makes 
the transition, in ionic form, to the molten carbonate mass, such that the 
transition from metal to metallic ions represents the step that determines 
the potential and provides the current, 

-and that solid carbon is added to the molten carbonate mass as a primary 
fuel, in such a quantity that when the current flows, the quantities and 
concentrations of the substances that participate in the reaction that 
provides potential and current remain unchanged by a fuel conversion 
step, in that the quantity of elemental metal consumed as the current flows 
is reconstituted by means of an opposite transition of metallic ions to 
metal due to the chemical reduction of the metallic ions in the molten 
mass as a result of the carbon that is added. 

2 . A semi-system according to claim 1 , characterized by the fact that it can be 
combined with known air or oxygen electrodes for the purpose of galvanic 
combustion of solid carbon. 

3. A semi-system according to claim 1 or 2, characterized by the fact that tin is 
used as a secondary fuel at an operating temperature of ca. 900*C, 

■ * 

4. A semi-system according to the claims 1 through 3, characterized by the feet 
that the molten carbonate mass contains additives. 

5. A semi-system according to one or more of the claims 1 through 4, 
characterized by the fact that the electrolyte consists of an equimolecular 
mixture of sodium carbonate, lithium carbonate, and tin oxide. 



6. 



A semi-system according to the claims 1 through 5, characterized by the feet 
that the crucible consists of corundum. 
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A semi-system according to the claims 1 through 6, characterized by the fact 
that the shunting electrode consists of platu 



Ml III) 



Accompanied bv 3 pageto of drawings 
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DRAWINGS PAGE 2 



Fig. 2 
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Fig. 3 
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© Elektrochemisches Halbsystem zur Anwendung in galvantschen Hochtemperatur-8rennstoffelementen 



Geieigt und baschrieben 1st ein elektrochemisches Halb- 
system (Elektrode) zur Verwendung in galvenischen Hoch- 
temperatur-Bfennstoffelemanten, das einen schmelzflOssi* 
gen Elektrolyten enthfilt und sine indirekte gatvanische Ver- 
brennung von festem Kohlenstoff ermdglichen sol). 
Das Halbsystem enthatt sine Metallschmelze (2). z. 6. Zinn, 
die in Kontakt mlt dem Elektrolyten (3), z. B. einem flquimole- 
kularen Gemisch aus Na 2 Oj, U CO, und $.0 2 , steht. In wel- 
ches bel StromfluB Metatlionen von der Metallschmelze 
Q barge hen. Dem Elektrolyten wird fester Kohlenstoff (bei 8) 
els Primflr-Brennatoff In einer solchen Mange zugefuhn, dafi 
beim Stromftuftdle Mengen und Konzentrationen der en der 
potentialbestimmenden und siromllefemden Reaktlon tell- 
nehmenden Stoffe durch elnen BrennstoffkonversJons- 
schritt unverBndert bleiben. 
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Die Erfindung bezieht sich auf ein elektrochemisches 
Halbsystera (Elektrode) zur Anwendung in galvani- 
schcn Hochtemperatur-Brennstoffelementen, bet dem 
Kohlenstoff einem Elektrolyten aus Carbonatschmelze 
zugefOhrt und galvanisch verbrannt wird Ein solches 
Halbsystem (Elektrode) dient dazu, in Kombinatbn mit 
einem geeigneten Halbsystem entgegengesetzten Vor- 
zeichens (Gegenelektrode) die chemische Energie der 
Vcrbrcnnungsreaktion C+Oi-^CO* direkt in elektri- 
sche Energie umzuwandein. 

Die Idee, Kohlenstoff und kohlenstoffhaltige Verbin- 
dungen galvanisch zu verbrennen, taucht schon urn die 
Jahrhundertwende auf. So wurden beispielsweise — wie 
aus den DE-PS 92 327 und CH-PS 78 591 bekannt ist - 
Hochtemperatur-Brennstoffzelten beschrieben, bei wel- 
chen eine der Elektroden aus festem Kohlenstoff be- 
steht, der gegen eine sauerstoffumspulte Metallelektro- 
de gekoppelt und galvanisch verbrannt wird. Diese vom 
Standpunkt der Energieverwertung sehr vorteilhaften 
EJemente weisen zwei schwerwiegende Nachteite auf, 
die ihrer Vcrwirklichung im technischen MaBstab ent- 
schieden im Wege stehen: 

1. Kohlenstoff in kompakter Form hat eine zu ge- 
ringe Rcaktionsoberfl&che und vermag nur wenig 
Strom zuliefern. 

2. Kohlenstoff in dispergierter Form eignet sich we- 
gen schlechter oder fehlender Leitffihigkeit nicht 
als ElektrodenmateriaL 

Auf der anderen Seite — wie aus den CH-PS 78 591 
und DE-PS 5 70600 bekannt ist — wurden Systeme 
vorgeschlagen, bei welchen Case wie CO oder CH* Ver- 
wendung finden, welche in einem vorgeschalteten 
Schritt aus Kohlenstoff oder kohienstoffhaltigem Mate- 
ria) gewonnen werden. Diese EJemente weisen aller- 
dings eine zu geringe Nuuung der Primarenergie des 
Kohlenstoffes auf. Bei dem in der DE-PS 5 70600 be- 
schriebenen System, von der bei der Fassung des Ober- 
begriffes ausgegangen worden ist, ist die Verwendung 
einer Carbonatschmelze als Elektrolyt vorgesehen, der 
in einem Diaphragmabehaher aufgenommen ist, wel- 
cher vom Kohlenstoffgas umstrdmt wird. 

Der Erfindung liegt die Aufgabe zugrunde, ein Halb- 
system zu schaffen, das den hohen Nutzungsgrad der 
mit fester Kohle arbeitenden Brennstoffelemente mit 
einer guten Strombelastbarkeit vereinigt 

Zur Lftsung dieser Aufgabe ist erfindungsgemflft vor- 
gesehen, 

— dafl eine Metallschmelze als Sekundar-Brenn- 
stoff verwendet wird, deren Metall bei der Be- 
triebstemperatur eine im Vergleich zum Kohlen- 
stoff oder Kohlenmonoxid deutlich kleinere Affini- 
tflt (freie Reaktionsenthalpie) gegenOber Sauerstof f 
aufweist, 

— daB die Metallschmelze und die Carbonatsch- 
melze in einem beheizbaren Tiegel aufgenommen 
sind und unmittelbar miteinander in BerQhrung ste- 
hen, 

- daB die Metallschmelze an eine Stromableitelek- 
trode angeschlossen ist, 

- daQ bei StromfluB Metall aus der Metallschmel- 
ze in lonenform in die Carbonatschmelze Qbergeht, 
wobei der Metall/Metallionen-Obergang den po- 
tential bestimmenden und stromliefemden Schritt 



to 



darstellt, 

— und daB der Carbonatschmelze fester Kohlen- 
stoff als Primttr-Brennstoff in einer solchen Menge 
zugefOhrt wird, daB bei StromfluB die Mengen und 
Konzentrationen der an der potential- und strom- 
liefemden Reaktion teilnehmenden Stoff e durch ei- 
nen Brennstoff-Konversionsschritt unverftndert 
bteiben, indem die bei StromfluB infolge des Ober- 
ganges Metall/Metallionen verbrauchte Menge des 
elementaren Metalls durch einen entgegengesetz- 
ten Obergang Metallionen/Metall aufgrund der 
chemischen Reduktion der Metaliionen in der 
Schmelze durch den zugef Qhrten Kohlenstoff nach- 
gebildetwird 



is 



Bei der Erfindung wird ein FIOssig-Metall Mqn> das 
mit einem schmelzflQssigen Medium (elektrorytische 
Phase) in BerQhrung steht und mit den darin gelttsten 
Ionen Me"* den potentialbestimmenden und stromlie- 
20 feradenTeildesHalbsystemsbildet 

4 • Me<o-*4 • Me n * + 4 . ne" , (1) 

in einem nachgeschalteten Konversionsschritt durch die 
25 chemische Reduktion der vorerwfihnten Metaliionen 
durch den von auBen zugefuhrten Kohlenstoff (Prim&r- 
Brennstoff) stetig nachgebildet 

n.C + 4.Me n *-*n.C 4 + + 4. Me<i), (2) 

30 

so daB es in der entsprechenden Bruttoreaktion 
[0)+(2)l 



n • C — n . C*+ + 4 - ne~ (3) 
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nicht mehr auftritt Somit bleibt bei der Erfindung die 
Gesamtmenge des FlOssigmetalls (Sekund&r-Brenn- 
stoff) auch bei StromfluB unverft ndert - 
Die Kriterien fQr die Wahl des Metalls als Sekundar- 
40 Brennstoff sind gem&B der Erfindung wie folgt: 

1. Das Metall liegt bei der Arbeitstemperatur in 
flQssigem Zustand vor. 

2. Bei der angegebenen Arbeitstemperatur liegt die 
45 thermodynamic Affinitfit (freie Reaktionsent- 
halpie) des Metalls zum Sauerstoff deutlich unter 
der des Kohlenstoff s und Kohlenmonoxids. 

3. Das elementare Metall ist unter den gegebenen 
Arbeitsbedingungen elektrochemisch aktiv und oil- 

so det mit den in der elektrolytischen Phase vorliegen- 
den Eigenionen ein definierbares und reproduzier- 
bares galvanisches Potential (Elektromotorische 
Kraft). 

55 Als Elektrolyt eignen sich gemifl der Erfindung be- 
vorzugt Carbonatschmelzen als binfire bzw. tenuVe Ge- 
mische, mit oder ohne Zus&tze, die einen moglichst nied- 
rigen Schmelzpunkt aufweisen und Metaliionen des als 
Sekund&r-Brennstoff bezeichneten Metalls in oxidi- 

60 scher Form enthalten. Insbesondere kann der Elektrolyt 
aus einem flquimolekularen Gemisch aus Natriumcar- 
bonat, Lithiumcarbonat und Zinnoxid bestehen. 

Eine bevorzugte Anwendung des Halbsystems nach 
der Erfindung kann durch die Kopplung mit einer Sau- 

65 erstoff(Luft-)Elektrode bekannter Art realisiert werden, 
deren potentialbestimmende Reaktion wie folgt lautet: 

n*0| + 4*n*e~-»2<ii* O 2 " . (4) 
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Unter BerQcksichtigung der Sekundar-Reaktion in an 5 cine positive Spannung anliegt, fliefit durch die 

der Schmelze Zelle eine Stromdichte bis ca. 1 A/cm 1 , bezogen auf die 

„ ^ . „ m Oberflflche der Phasengrenze Zinn/Carbonatschmelze. 

n c + 2 • n - O* -*n - CQ 2 (5) Eine ausreichende Zufuhr vom Kohlenstoff vorausgc- 

•u. :u , »« „ 3 seat, zeigt der Meullspiegel audi nach einer andauern- 

ergibt rich aus (3), (4) und (5) die Bruttoreaktion des den Belastung keine meBbare Veranderong. Bei der 

Gesamtsystems(Brennstoffelemenl.Brenn$toffzelle) vorerwahnten Stromdichte liegt die Spannungsdiffc- 

n renz zwischen den Stromleitem 5 und 9 bei 092-0,93 V, 

n • C + n • Oa — n • COa , (6) bei geringen Belastungen, d. h. bei ca. 0.001 A/cm*, bei 

10 0,90V. 

also die Verbrennungsreaktion des Kohlenstoffs bzw. Ein wichtiger Vorzug des Brennstoffelementes. wel- 
die Zellreaktion des seither im technischen Maflstab ches das Halbsystem (Elektrodc) gemafi der Erfindung 
mcht verwirklichten "klassischen Brennstoffelements", und eine Sauerstoff(Luft-)Elektrode von bekanmer Art 
?Jf l1 il ld ILi fc5tCr KohJenstoff/Schme,ze/Saucrsl oW(Ltift- verwendet, liegt in dem hohen thermodynamischen Wir- 

' nr^Er" a • 1 r , j , . . - . kungsgrad. der im vorliegenden Fall als das Verhflltnis 

Die Erfindung wird im folgenden in Verbmdung mit zwischen der freien Reaktionsenthalpie AGi der strom- 

derZetchnungnahererlautert,inderzeigen liefernden Reaktion und der Reaktionswarme W der 

Fig. I eine schematischc Darstellung eincr untcr Ver- Kohlenstof fverbrennung C + (V^COj zu definieren ist- 
wendung eines Halbsystems nach der Erfindung ausge- 

bildeten Brennstoffzetle, " 20 Yih - AGi/W . (7) 

Fig. 2 ein Diagram m zur Temperaturabhangigkeit 

der freien Enthalpie, hier als Spannung V an der Brenn- Bei dem "klassischen Brennstoffelemenr, d h. fester 

stoffzelle ausgedrQckt, verschiedener Reaktioncn und Kohlenstof f/Schmelze/Sauemoff(Uft-)Elektrode, ist 

Fig. 3 eine gegenstflndliche AusfOhrungsform eines die Verbrennungsreaktion C+Ot—COj zugleich auch 

Halbsystems nach der Erfindung. 2$ der stromliefcrnde Schritt und somit * 

Fig. 1 zeigt eine Brennstoffzelle, bei welcher eines der 

Halbsysteme (Eiektrode) gemSB der Erfindung als AGj-AGv, (8) 
Brennstoff-Konversionselement ausgestaltet ist Die 

Zelle enthait einen Regenerierkreis. in welchem das bei wobei 

StromfluB in die Salzschmelze als Konen Me 14 wech- 30 

selnde Metall durch den zugef Ohrten Kohlenstoff C AG V -W-TAS*-W-T(d AG v /dT) (9) 

kontinuierlichzurflckgebildetwird w 

Eine bcvorzugte AusfQhrung des Halbsystems nach wo AS„ die Zunahme der Entropie bzw. den Tempera- 

der Erfindung arbeitet mit geschmolzenemZinn(Sn) als turkoeffizienten der Reaktionsenthalpie bezeichnet 

Sekundar-Brennstoff bei einer Arbeitstemperatur von 3s Weil die freie Reaktionsenthalpie der Kohlenstoffver- 

900° C und mit einem aquimolekularen Gemisch aus brehnung, bzw. die ihr proportionale Elektromotorische 

NaaOOj, LbCOj und SnOj als Elektrolyt (Schmelze). Kraft V, - wie in Fig. 2 deutiich erkannbar - kaum 

Wie dem Diagramm in Fig. 2 entnommen werden kann, temperaturabhangig ist, kommt der thermodynamische 

smd bet Tcmperaturen oberhalb von etwa 600°C die Wirkungsgrad sehr nahe an den Idealwert von 

vorerwahnten thermodynamischen Bedingungen voO 40 1 -(100%) he ran. 

erf Qllt: Die freie Enthalpie (hier als Zellspannung darge- Bei dem AusfOhrungsbeispiel gilt 
stellt) der Reaktion C+O2—CO2 liegt bei 900°C urn 

etwa 10% hdher als die der Reaktion Sn+O^nO* AGj - AG V - AG r , (10) 
und die freie Enthalpie der Reaktionen CO+ 1/2 O2H 

CO, und H2+I/2 Or-*H 2 0 liegt bei 900°C ebenfalls 45 wo AG, die freie Reaktionsenthalpie der stromliefern- 

noch deuthch h6her als die der Reaktion Sn+Oj— S- den Reaktion 

nOa. 

Fig. 3 zeigt ein AusfOhrungsbeispiel eines elektroche- Sn(i) + Oa SnOj , (1 1 ) 
mischen Systems, bei welchem eines der Halbsysteme 

gemaO der Erfindung ausgestahet isL Am Boden eines so und AGr die der nachgelagertcn Metallreduktion durch 

Tiegeis I aus AljOj (Korund), der von auOen beheizt Kohlenstoff 
wird, befindet sich das geschmolzene Metall 2 und dar- 

Ober die Schmelze 3 der vorerwahnten Zusammenset- C + SnOa ~ Sn/n + COa (12) 
zung. Mit Hilfe eines Stromableiters 5 aus Platin, der 

durch die Wande eines AljOrROhrchens 4 von der ss bezeichnen. Die maximal zur Stromerzeugung nutzbarc 

Schmelze getrenm ist, kann das Metall elektrisch ange- Energie ist hier gegenOber dem IdealfaU urn den Betrag 

koppelt werden. Durch ein separates ROhrchen 6 wird der freien Enthalpie der nachgeschalteten Reaktion (12) 

Argon 7 als Inertgas in den Tiegel eingeleitct, damit die gemindert Nach Fig. 2 ist AGi*0j9 • AG*, woraus sich 

heifie Schmelze von der Umgebung abgetrennt bleibt for den thermodynamischen Wirkungsgrad ein Wert 

Durch erne trichterfarmige Vorrichtung 10 wird feinge. so von ca. 0,9 (90% der primaren Energie) ergibt Demge- 

mahlene Kohle 8 (Amhrazit oder Graphit) kontinuier- genOber liegt der thermodynamische Wirkungsgrad der 

lien und mit emcr dem StromfluB angemessenen Rate Warmemaschinen ziir Stromerzeugung fnach Carnori 

xugefQhrt nur bei etwa 0,6 (60%). ' 

Die Gegenelektrode aus Platin 9 zahlt hier nicht zur Ein wichtiger Vorzug des Brennstoffelementes, wel- 

Erfindung;siedientdazu.die Fahigkeitdes Halbsystems 65 ches das Halbsystem (Eiektrode) gemfiB der Erfindung 

zu demonstneren, den elektrischen Strom zu liefero. In verwendet, besteht in der hohen Strombelastbarkeit, die 

Abhangigkeit von der angelegten Spannung (Potential- als Grundvoraussetzung angesehen werden muO die 

differenz) zwischen den Stromableitern 5 und 9, wobei Brennstoffeiemente in einem Batterie-Verband' zur 
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Stromerzeugung in grofiem MaOstab einzusetzen. 

Patentansprflche 

1. Elektrochemisches Halbsystem (Elektrode) zur s 
Anwendung in galvanischen Hochtemperatur- 
Brennstoffelementen, bet dem Kohlenstoff einem 
Elektrolyten aus Carbonatschmelze zugefohrt und 
galvanisch verbrannt wird, dadurch gekennzeich- 
net, , 0 

— dafi als Sekundar-Brennstoff ein Metatl ver- 
wendet wird, welches bet der Betriebstempe* 
ratur flQssig 1st und eine im Vergleich zum 
Kohlenstoff oder Kohlenmonoxid deudich 
kleinere Afftnitat (freie Reaktionsenthalpie) is 
gegenQber Sauerstoff aufweist, 

— daft die Metallschmelze und die Carbo- 
natschmelze in einem beheizbaren Hegel auf- 
genommen sind und unmittelbar miteinander 

in BerOhrung stehen, 20 

— daB die Metallschmelze an eine Stromab- 
leitelektrode angeschlossen ist, 

— dafi bei StromfluB Metall aus der Metall- 
schmelze in lonenform in die Carbonatschmel- 
ze Obergeht, wobei der Metall/Metallionen* 2s 
Obergang den potentialbestimmenden und 
stromliefernden Schritt darstellt, 

— und dafi der Carbonatschmelze fester Koh- 
lenstoff als Primar-Brennstoff in einer solchen 
Menge zugefQhrt wird, daB bei StromfluB die 30 
Mengen und Konzentrationen der an der po- 
tential- und stromliefernden Reaktion teilneh- 
menden Stoffe durch einen Brennstoff*Kon- 
versionsschritt unverandert bleiben, indem die 
bei StromfluB infolge des Oberganges Metall/ 3s 
Metallionen verbrauchte Menge des elemen- 
taren Metalls durch einen entgegengesetzten 
Obergang Metallionen/Metall aufgrund der 
chemischen Reduktion der Metallionen in der 
Schmelze durch den zugefflhrten Kohlenstoff 40 
nachgebildet wird 

Z Halbsystem nacb Anspruch 1, dadurch gekenn- 
zeichnet, daB es mit bekannten Luft- bzw. Sauer* 
stoffelektroden zwecks galvanischer Verbrennung 
von festem Kohlenstoff kombinierbar ist 45 

3. Halbsystem nach Anspruch 1 oder 2, dadurch 
gekennzeichnet, daB als Sekundar-Brennstoff Zinn 
bei einer Betriebstemperatur von ca. 900°C ver- 
wendetist 

4. Halbsystem nach den AnspiUchen 1 bis 3, da- so 
durch gekennzeichnet, dafi die Carbonatschmelze 
Zuaatze enthalt 

5. Halbsystem nach einem oder mehreren der An- 
sprflche 1 bis 4, dadurch gekennzeichnet, daB der 
Elektrolyt aus einem aquimolekularen Cemisch aus ss 
Natriumcarbonat, Lithiumcarbonat und Zinnoxid 
besteht 

& Halbsystem nach den AnsprOchen 1 bis 5, da- 
durch gekennzeichnet, daB der Tiegel aus Komnd 
besteht m 
7. Halbsystem nach einem der AnsprOche 1 bis 6, 
dadurch gekennzeichnet. daB die Stromableitelek* 
trode aus Platin besteht 
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